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(54) Flexible and elastic vascular stents and grafts 

(57) A device for insertion into a body as a stent or 
graft to a predetermined position in a body location conn- 
prising a braided stent made of heat-settaible polymer. 
The stent is compressed axialty to a shorter length and/ 
or molded to a desired shape, and heat-set in a prede- 
termined configuration The device may also include non 
heat-settable filaments to enhance its performance as 
for example metal fibers to impart radio opacity. The 
stent is adapted to be axially extended for Insertion into 
a delivery systems used to introduce the device to a spe- 
cific body location, whereby it returns to substantially its 
heat-set predetermined configuration. The device may 
also include a debris protection component Including a 
distal end and a proximal end, the component being at- 
tached to the distal end of the stent device preferably 
used with an insertion guide wire with the distal end fix- 
edly mounted to the guide wire for closure of the distal 
end upon removal of the debris protection component 
to entrap body debris at the body location. The debris 
protection component may be fixedly or removeably at- 
tached to the stent device. In one embodiment, the stent 
includes a natural or synthetic coating on at least one 
surface of the stent. 
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Description 

FIELD OF THE INVENTION 

[0001] This invention relates to medical devices. More 
particularly, the invention relates to flexible and elastic 
devices produced using heat-settable polymer filaments 
that can be used as stents, grafts and distal protection 
systems. 

BACKGROUND OF THE INVENTION 

[0002] A wide variety of medical procedures require 
the insertion of tubular prostheses into the body of a pa- 
tient A tubular prosthesis can be implanted within an al- 
ready existing body lumen, such as in a blood vessel, 
the bilary tract, or the esophagus. As an intravascular 
graft, it serves for treating aneurysms in cerebral or cor- 
onary arteries, stenosis in native arteries or in saphen- 
ous-vein grafts. A tubular prosthesis can also be used 
as a synthetic graft, for example, in performing a by- 
pass of a blocked blood vessel or vessels that have 
been infiltrated by tumor tissue. Tubular prostheses can 
also be inserted into other areas of the body such as 
urinary tracts or respiratory tracts for several purposes, 
one of which is to support the inner wall of the vessel or 
tract. Prostheses of these types are generally referred 
to as either stents or grafts. Grafts are generally used 
to replace a portion of a bodily lumen, whereas a stent 
is inserted into a lumen and left there for the purpose of 
providing support against the collapse of the lumen. 
[0003] The devices discussed above often require a 
combination of properties that are difficult to mutually 
possess. These medical devices must be strong, flexi- 
ble, elastic, biocompatible, sometimes porous, radio- 
opaque, and sized correctly. Vascular stents used in 
treating aneurysms in blood vessels, must be flexible 
enough to bend and conform to the shape of the blood 
vessels into which they are inserted. Blood vessels are 
not straight and rigid tubes. Blood vessels are generally 
elastic and their inner diameter fluctuates as the condi- 
tions of the body change, yet blood vessels are also 
strong enough to maintain sufficient blood pressure to 
pump blood throughout the body 

STENTS 

[0004] A stent used to treat an aneurysm in a blood 
vessel must be flexible enough and strong enough to 
support the damaged vessel. Most of the current vas- 
cular stents are radially expandable, such that upon ex- 
pansion they become lodged in place in the blood ves- 
sel. Radial expansion can be accomplished in a number 
of ways. One method of providing radial expansion to a 
vascular stent is to use materials with some kind of 
memory function. This is currently achieved by use of 
certain metal alloys that show a "shape-memory" effect, 
i.e., upon heating return to some predetermined shape. 



Another more common approach is to construct the 
stent using metal fibers. In order to provide a tubular 
structure having the necessary radial strength to sup- 
port a blood vessel , it is often necessary to use relatively 
5 large diameter metal fibers. 

[0005] Most of the stents currently used in treating an- 
eurysms and stenosis are made entirely of metal, gen- 
erally delivered on a balloon and expanded to the de- 
sired diameter (hence the terni balloon-expanded wire 
10 stent). The disadvantage of most current stents, which 
are made entirely of metal, is that they are quite stiff, 
making deployment within a blood vessel extremely dif- 
ficult, especially in a bent location. Stents made entirely 
of metal are also prone to other disadvantages. These 
15 stents can be too stiff radially, thereby causing compli- 
cations after insertion. Stents made of less rigid materi- 
als than metal may lack the required radial stiffness and 
suffer from collapse themselves, as there is no inherent 
mechanism keeping the stents open. Stents can be of 
20 any length and subsequently cut by the inserting physi- 
cian to the exact length necessary. Stents cut to fit typ- 
ically fray or unravel. The exposed frayed tips of the fib- 
ers can be sharp in comparison to the walls of a blood 
vessel and could cause damage. Additionally, the ex- 
25 posed tips of the fibers can be difficult to handle and can 
lead to complications during insertion into blood ves- 
sels. 

[0006] The cerebrovascular system is unique as com- 
pared with other areas of the body since it represents a 

30 low-impedance system. Cerebral vessels run into a wa- 
tery medium called cerebrospinal fluid. They are tortu- 
ous and fragile. Their walls are differently structured, as 
they lack continuity of their muscular layers, as well as 
internal elastic fibers. Thus, incidence of aneurysm for- 

35 mation is much higher than elsewhere in the body. 
Stents or stent-like grafts have been proposed for cer- 
ebral aneurysm treatment Most of the stents cunrently 
in use are too stiff to be navigated into the cerebrovas- 
cular system. Furthennore, tiny branches extend from 

40 the large aneurysm-harboring vessels called perfora- 
tors, which supply blood to nomrial brain tissue. Occlu- 
sion of these vessels generally leads to a devastating 
infarction (stroke). Currently available self-expanding 
stents (such as the Wallstent) have the disadvantage of 

45 1 ) the filament diameter is too large, increasing the risk 
of occluding friable perforating vessels and 2) Wallstent 
flares at both ends, thus carrying the risk of closing the 
origin of perforation by structural damage (crossover ta- 
pering to the vessel wall) with possible clot formation. 

50 

GRAFTS 

[0007] In by-pass surgery, a patient's blocked or 
clogged artery or vein can be circumvented by using a 
55 piece of his or her own saphenous vein. However, often 
such a natural graft is not available, or the patient would 
not be able to withstand the additional surgery. In those 
instances synthetic grafts are often used. Synthetic vas- 
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cular grafts require many properties in order to be effec- 
tive. The grafts need to be flexible and elastic, yet strong 
enough to maintain the blood pressure of the patient 
without rupture or excessive expansion. Synthetic graft 
materials are often made from the same materials used 5 
In stents. Synthetic grafts are often difficult to produce 
in that they must be matched to the native artery with 
respect to the size and geometry of the native artery, as 
well as the physiological and biological properties of the 
native artery. f ^ 

PRIOR ART DEFICIENCIES 

[0008] Some of the prior art discloses stents of some 
practical use. For example, Palmaz U.S. Patent No. ^5 
4,739,762 discloses a thin-walled tube of metal or plas- 
tic, which is expandable radially. Ryan et al U.S. Patent 
No. 5,108,416 also discloses both rolled plastic and 
metal stents. 

[0009] Beck et al U.S. Patent No. 5,147,385 discloses 20 
that heat treatment may be used to soften the stent 
when it is In the body, at temperatures of 45-75 **C. In 
contrast, Hull U.S. Patent No. 5,192,297 discloses a 
self-expanding stent which is radially expanded. This 
patent is typical of the expandable stent designs, where- 25 
in the expansion takes place because force is applied 
to the stent in a radial direction. Solar U.S. Patent No. 
5,403,341 teaches a wire stent and is not really a rele- 
vant reference. 

[0010] Shors U.S. Patent No. 4,969,896 teaches a 30 
tube or stent with longitudinal ribs. Wallsten U.S. Patent 
No. 4,954,126 teaches a prosthesis comprising a flexi- 
ble tubular body which has a diameter that is variable 
by axial movement of the ends. It Includes rigid but flex- 
ible thread elements in a helix configuration. Wallsten 35 
teaches that the preferred stent has a self-expanding 
property, obtained by including strings or bands extend- 
ing parallel and axlally with the surface of the body. Pin- 
chuk et al U.S. Patent No. 5,163,951 teaches a mesh 
composite made from a durable material and a second 40 
material having a melting point less than the first mate- 
rial, so that heating the graft bonds the components to 
form a porous, compliant graft with outer reinforcement. 
[0011] Clouse U.S. Patent No. 5,211,658 discloses a 
two component system In which the inner part Is ex- ^5 
panded. Brancato U.S. Patent No. 5,458,636 uses lon- 
gitudinal threads and lateral fibers used with a bioab- 
sorbale sheet. Thompson U.S. Patent No. 5.718,159 
and his related U.S. Patent No. 5,758,562 disclose a 
braided structure of metal or polymer with polymeric so 
mutti-filiment yarns which are heat-set prior to formation 
of the final device. 

[0012] Thus there is still a need in the art for vascular 
prostheses, including stents and grafts, which are 
strong, flexible in both the radial and longitudinal direc- ss 
tions, and elastic. 

[001 3] It would be of great advantage in the art if such 
a vascular prosthesis could be developed. 



[0014] Another advantage is to provide a device 
which can be inserted without embolic debris, such as 
clots, dislodged plaques and such from the vessel wall 
being discharged up-stream In the blood flow. 
[0015] Yet another object of the present invention is 
to provide simple, effective stent, graft and distal protec- 
tion systems with multiple uses in virtually all medically 
related procedures using such devices. 
[0016] Other objects will appear hereinafrer 

SUMMARY OF THE INVENTION 

[0017] It has now been discovered that the above and 
other objects of the present invention may be accom- 
plished in the following manner. The unique aspect of 
this invention is the construction of a tubular structure, 
produced by a sequence of steps Involving one or more 
of the following, and used as a prosthesis such as a vas- 
cular stent, vascular graft or distal protection device: 

1 . braiding of (mono-ormuiti-) filaments of heat-set- 
table polymers (Type 1) or co-bralding said fila- 
ments with non heat-settable filaments (metal, non- 
metal or both) (Type 2 structure), 

2. heat-setting the tubular device to a desired shape 
after compressing It axlally or molding it by conven- 
ient means, 

3. coating the tubular structure either partially or ful- 
ly to mitigate fraying of the ends and to improve an- 
chorage, radio opaqueness or to facilitate local de- 
livery of drugs, hormones or growth factors, 

4. fusion of the ends by trimming and/or heat treat- 
ment also to prevent fraying. 

[0018] Another aspect of the invention is its deploy- 
ment, which is accomplished by launching the stent into 
the inner lumen of a delivery catheter and pushing it out 
at the location of choice using a balloon catheter or other 
suitable means. 

[0019] The tubular structures are to be designed to 
have the desired geometry (diameter and length) de- 
pending on the size of the vascular vessel involved. An 
inherent property of these structures is that they can be 
stretched to a much smaller diameter for ease of inser- 
tion Into a delivery catheter, but regain their original di- 
ameter after deployment. 

[0020] There are at least two preferred embodiments 
of the invention: 

1- The TYPE 1 structure is composed of heat-set- 
table polymeric fibers. The fibers used can be mo- 
no-filament or multi-filament or a combination of 
both in order to allow for varying degrees of cover- 
age. 

2- The TYPE 2 structure is composed of at least one 
heat-settable polymeric fiber co-braided with either 
elastomeric or non-elastomeric fibers. The fibers 
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used can be mono-filament or multi-filament or a 
combination of both in order to allow for varying de- 
grees of coverage. 

[0021] After fabrication of TYPE 1 or TYPE 2 struc- 
tures, they are compressed axially or forced to a specific 
shape and then heat-set in that configuration, inducing 
memory. This structure then can be stretched to a small- 
er diameter for deployment and is capable of recovering ■ 
to the heat-set configuration immediately after deploy- 
ment. 

[0022] Both types of structures described above can 
be given a coating on each end of the tubular prosthesis 
to prevent fraying and to help anchor the ends. This can 
also be accomplished by application of heat to the ends 
to fuse the protruding fibers together. A coating can also 
be provided on one or both sides of the stent to permit 
treatment or to cause the coating itself to swell upon 
contact with body fluids. This may be desirable when 
the stent is used for the treatment of aneurysms to min- 
imize seepage of blood to the aneurysm itself. 
[0023] Additionally, another aspect of the invention is 
the incorporation of a number of metallic fibers (TYPE 
2 structure) by co-braiding with the polymeric fibers to 
provide easy detection by X-rays, i.e., to render the sys- 
tems radio opaque. Radio Opacity for X-ray detection 
can be imparted to the stents, grafts and distal protec- 
tion systems by coating the structures using various 
techniques" 

a) Dip coating: radio opaque powder such as tanta- 
lum is thoroughly mixed with a biocompatible adhe- 
sive to form a suspension. The ends of the braided 
structures or the entire structures are dipped into 
the suspension and the resulting coating is allowed 
to dry in air and then cured in an oven at 1 60*' F for 
five to ten minutes. 

b) Vapor deposition: the structure to be coated and 
a radio opaque powder such as titanium are intro- 
duced in a vapor deposition chamber. The chamber 
is evacuated and then filled with an inert gas to pre- 
vent oxidation of the metaL The filaments in the 
chamber are then heated to a temperature high 
enough to vaporize the metal and deposit on the 
structure to be coated. Several such coatings may 
be required to achieve uniformity. 

c) Gold sputtering: the equipment used is a sputter- 
ing machine used to coat polymers with gold for 
Scanning Electron Microscopy studies. The struc- 
ture to be coated is introduced in the chamber filled 
with nitrogen/argon gas and the coating allowed to 
take place for several minutes, depending on the 
thickness desired. 

MANUFACTURING PROCESS 

[0024] The stents, grafts and distal protection system 
of this invention are made using braiding technology. A 
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preferred braiding machine is a 24-can^ier braiding ma- 
chine. Prior to braiding the stent, the fibers have to be 
wound on spindles using a winding machine. The fibers 
can be wound on the same spindle if there is a necessity 
for more than one fiberto be on the same spindle orthey 
can be wound onto different spindles. The next step in 
the process is to transfer the spindles on to the braiding 
machine, i.e., one spindle on each carrier The braiding 
process is then started and the fibers are allowed to in- 
tertwine. A mandrel of appropriate diameter and geom- 
etry is used to control the shape and size of the pro- 
duced device. 

HEAT SETTING 

[0025] In the devices of this invention., memory can 
be set for a specific configuration using the heat-setting 
process. To achieve this, the device of this invention is 
shrunk or compressed together on the mandrel and se- 
cured in that configuration using tape at both ends. It is 
the placed in an oven and heated, such as, for example, 
to 1 50° C, in the case of polyester fiber, and then cooled 
to room temperature slowly. This is called heat-setting 
which locks-in a specific configuration in the memory of 
the structure. After removing the mandrel from the oven , 
the stent is taken off the mandrel and is now ready for 
use. In the heat-setting process, the intertwining fibers 
do not necessarily melt and bond together. The heat- 
setting process can be combined with pressure to intro- 
duce ridges-at the intersection of the fibers in the stents, 
and these ridges can provide additional mechanisms of 
memory because when the stent is released the fibers 
become locked at the ridges and regain the heat-set 
shape. 

[0026] Heat-setting can also be used to obtain various 
device configurations. This can be achieved by trans- 
ferring the device to mandrels of the desired shapes, 
compressing and heat-setting as described above. An- 
other major advantage of heat-setting is that it can be 
used to impart different porosities to the devices, de- 
pending on the extent of compression employed before 
heat-setting. The greater the compression, the lower the 
resulting porosity ot the device. 
[0027] Variations of the stent and graft devices can be 
used as distal protection systems alone or in combina- 
tion with another stent device. The function of the distal 
protection element is to catch any embolic debris such 
as clots, dislodged plaques and the like, which might be 
generated at the working area during stent deployment 
or other endovascular procedures. 
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BRIEF DESCRIPTION OF THE DRAWINGS 



[0028] 

vention, 
which: 



For a more complete understanding of the in- 
reference is hereby made to the drawings, in 



FIGURE 1 is a schematic perspective view of a tu- 
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bular prosthesis produced by the braiding process; 

FIGURE 2 is a schematic perspective view of the 
tubular prosthesis showing the intertwining in great- 
er detail; 

FIGURE 3 is a greatly enlarged representation of 
an alternative elastomeric fiber of a prosthesis ac- 
cording to the invention, wrapped with discrete fiber 
segments; 

FIGURE 4 is a greatly enlarged representation of 
an alternative elastomeric fiber of a prosthesis ac- 
cording to the invention wrapped with continuous 
fibers; 

FIGURES 5a-b are schematic perspective views of 
a tubular prosthesis in which both heat-settable pol- 
ymeric and non heat-settable fibers are used (Type 
2 structure); 

FIGURE 6 provides schematic descriptions of the 
coated end and a fused end of the stent; 

FIGURES 7a-d are a schematic illustration of the 
heat-set concepts of the present invention; 

FIGURE 8 is a schematic of the introduction of ridg- 
es by pressure to provide memory to the stent; 

30 

FIGURE 9 is a schematic showing of the metal pro- 
trusions that may be used for stent anchorage; 

FIGURES 1 0a-d are a schematic description of the 
process of the stent placement into the catheter and 35 
its deployment in a blood vessel; 

FIGURES 11a-11c are schematic illustrations of a 
distal protection system as a variant of the stent of 
Fig. 1 ; and 40 

FIGURE 12 is a schematic illustration of one em- 
bodiment of the invention shown in Fig. 11 . 

DETAILED DESCRIPTION OF THE PREFERRED 45 
EMBODIMENT 

[0029] The elastomeric fiber used in Type 1 structures 
in accordance with the Invention can be natural elastom- 
ers, synthetic elastomers, or combination thereof. Nat- so 
ural elastomers include natural rubber. Synthetic elas- 
tomers which can be used include, but are not limited 
to, polyisoprene, polybutadiene and their copolymers, 
neoprene and nitrile rubbers, polyisobutylene, olefinic 
fibers such as ethylene-propylene rubbers, ethylene- 55 
propylene-diene monomer rubbers, and polyurethane 
elastomers, silicone rubbers, fluoroelastomers and 
fluorosilicone aibbers. The preferred elastomeric fibers 



are polyurethane or silicone elastomers. The fibers used 
in accordance with the present invention can be mono- 
filaments or multi-filament fibers and additionally they 
may be twisted. It should be noted that the foregoing 
description of the elastohieric fibers is not meant to be 
limiting. The elastomeric fiber of this invention can be 
any fiber which has sufficient elastic modulus and ex- 
tensibility to provide the requisite longitudinal, torsional 
and radial resiliency. The preferred placement of these 
fibers is in the axial direction. 

[0030] The non-elastomeric fibers used as a first com- 
ponent in accordance with Type 2 of the invention can 
be a metal fiber, a natural fiber, a synthetic fiber or any 
combination thereof. Examples of metal fibers that can 
be used include, but are not limited to, stainless steel, 
inconel, nitinol and titanium. Natural fibers which can be 
used, but are not limited to, include silk, wool and cellu- 
losic fibers. Synthetic fibers include but are not limited 
to polyamides such as nylons, polyesters, rayon, poly- 
ethylene, polypropylene, polyacrylonitrile, acrylics, pot- 
ytetrafluoroethylene, polylactic acid, poly! act ic/glyco lie 
acid, and copolymers, terpolymers and derivatives 
thereof. The preferred non-elastomeric material is a 
metal, most preferred being stainless steel, inconel (a 
nickel/chromium/iron alloy) and nitinol. The fibers in ac- 
cordance with the present invention may be monofila- 
ments or multi-f iliment fibers. Additionally the fibers may 
be twisted. It should be noted that the foregoing descrip- 
tion of the non-elastomeric fibers is not meant to be lim- 
iting. The non-elastomeric fiber of this invention can be 
any fiber which is biocompatible, corrosion resistant, 
and capable of providing the necessary radial rigidity, 
transyerse elasticity, and resistance to deformation nec- 
essary for the tubular prosthesis. 
[0031 ] The elastomeric fiber can be wrapped with oth- 
er fibers. The wrapping can be partial or complete with 
respect to coverage of the surface of the elastomeric 
fiber with the wrapping fiber. The elastomeric fibers for 
this structure can be wrapped with any polymeric bio- 
compatible fiber such as those noted above. Suitable 
wrapping fibers are, for example, polyesters, cotton, 
rayon and nylon. The preferred wrapping fiber is a pol- 
yester. The wrapping of the elastomeric fiber serves 
many purposes. One purpose served by the wrapping 
is that the elastomeric fiber is protected from damage 
by the other fibers in the structure (used in the braid di- 
rection). A second purpose sen/ed by wrapping is an 
effective means of providing the desired surface cover- 
age to the tubular prosthesis. Also, the wrapping of the 
elastomeric fibers helps to control and stabilize the elas- 
tic recovery of the tubular prosthesis and additionally 
provides extra resistance in the form of friction to help 
keep the elastomeric fibers property positioned. Addi- 
tionally, the wrapping fibers may be treated with thera- 
peutic agents by, growth factors, anti-coagulants, or hor- 
mones, for example, dipping the fibers into such agents. 
After deployment, these agents are released over time 
in to the body. The extent to which the elastomeric fiber 
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is wrapped can be varied according to the desired end 
use and desired degree of elasticity of the material, 
based on the above purposes of the wrapping. Wrap- 
ping of the eiastomeric fibers can be accomplished by 
any conventional wrapping process, including simply 
wrapping by hand, and, preferably, spinning fibers on to 
the eiastomeric fiber. The eiastomeric fibers can also be 
wrapped using continuous fibers or filaments, or dis- 
crete fibers, or staple fibers, such as cotton as shown in 
Figs. 3 and 4. The diameter of the wrapping fibers can 
be of nano or micro-denier. 

[0032] The different types of fibers selected for pro- 
ducing the prosthesis are co-braided to produce the de- 
sired shape. It should be noted that the tubular prosthe- 
sis, in most applications are tubular, but in certain appli- 
cations they do not necessarily have to be tubular, as is 
the case of the distal protection system. Further it is to 
be understood that tubular includes circular, oval and 
irregular cross-sections. The prosthesis should be gen- 
erally tubular and in any event, flexible and elastic 
enough to confonn to the three dimensional shape of 
the vessel replacement when used as a stent or graft. 
The outer diameter and the inner diameter of the tubular 
prosthesis are determined by the intended end use of 
the prosthesis. Blood vessels in different locations and 
different patients have different inner and outer diame- 
ters, and stents and grafts used to treat and replace 
such vessels should have corresponding diameters. 
[0033] The first component and the second compo- 
nent can be intertwined by any method, but are prefer- 
ably braided in a conventional manner. Methods of 
braiding fibers and braiding in general have been de- 
scribed in literature; see, e.g.. Ko, Frank K, "Braiding", 
Manufacturing Processes, (1987) and Ko, Frank K., 
"Preform Fiber Architecture for Ceramic-Matrix Com- 
posites". Ceramic Bulletin, Vol, 68, No. 2, (1989), the 
entire contents of which are herein incorporated by ref- 
erence. 

[0034] The number of different eiastomeric and non- 
elastomeric fibers used will depend upon the desired 
end use of the material, the overall diameter of the final 
tubular prosthesis, the specific material used, and the 
extent to which, if any, the eiastomeric fiber is wrapped. 
For example, if the material is to be used in an applica- 
tion in which the material requires very low porosity 
greater numbers of wrapped eiastomeric fibers should 
be used. As such fiber numbers will vary with porosity 
requirements. Fiber number will also vary with size. A 
tubular prosthesis with a larger diameter will usually 
need a larger number of fibers than prosthesis of smaller 
diameter. 

[0035] In one embodiment, the ends of the tubular 
prosthesis are preferably coated to prevent fraying. By 
coating the ends of the tubular prosthesis and prevent- 
ing fraying, damage to the blood vessel walls and diffi- 
culty in handling can be minimized. Also, by providing 
the coatings on each end of the tubular prosthesis with 
some extra texture, anchorage of the prosthesis within 



the blood vessel can be improved. Suitable coatings 
may include any biocompatible material. The coating 
should also preferably be an eiastomeric material, such 
as biocompatable silicones or polyurethanes. The coat- 
5 ing can be applied by dipping the end of the tubular pros- 
thesis into a curable silicone or polyurethane coating 
composition, and subsequently curing the coating. Heat 
or ultra-violet light can be applied in some cases to en- 
hance the cure rate. Brushing or spraying of the coatings 
10 can also accomplish coatings of the ends of the pros- 
thesis. Curing of the coatings can be accomplished by 
any conventional method, however, self-curing and am- 
bient-curable coatings are preferred as heat can dam- 
age the elasticity of the eiastomeric materials in the 
T5 prosthesis. Additionally, self-curing and ambient-cura- 
ble coatings shrink less upon cure and are also prefer- 
able for that reason. Generally, the coating should be 
applied to the extent necessary to reduce fraying, which 
in most cases is about four picks or Intersections of the 
20 intertwined fibers. This can be accomplished by coating 
from about 1 mm to about five mm as measured longi- 
tudinally on each end of the tubular prosthesis. Howev- 
er, the coating may extend further if desired and, indeed, 
if the intended application pemnits, can cover the entire 
25 prosthesis. Generally, tubular prostheses, which require 
less porosity, can permit use of more extensive coat- 
ings, and tubular prostheses, which may require sub- 
stantial cutting of length, may also have more extensive 
end coatings. The thickness of the coating can be about 
30 from 1 micron to about 500 microns, and is preferably 
from about 20 microns to about 200 microns. 
[0036] In the drawings, like numerals are used to in- 
dicate like elements throughout Fig. 1 shows a tubular 
prosthesis 10, generally, for use as vascular stent or 
35 graft in accordance with the invention. The heat-settable 
and non-elastomeric fibers 1 2 are disposed in an helical 
configuration, wherein oppositely wound helical fibers 
are intertwined over and under each other to form mul- 
tiple intersections 16 of non-elastomeric fibers 12 and 
40 referred to herein as braid yarns. The eiastomeric fibers 
14 are disposed longitudinally on the device and gener- 
ally parallel with respect to the center axis 22 of the tu 
bular prosthesis 10, and referred to herein as axial 
yams, and are interwoven with the braid yams 12. 
45 [0037] Fig. 2 shows a magnified view of the relation- 
ship between the braid yarns 12 and the axial yarns 14. 
The axial yarns 14 are intersected in such a fashion that 
they pass over and under successive braid yarns 12. 
The positioning of the axial yarns 1 4 with respect to the 
50 intersection 16 of oppositely wound helices can be var- 
ied. The positioning shown in Fig. 2 is not meant to be 
limiting and specifically, it should be noted that it is not 
required that the axial yarns 14 be, in some manner, in- 
terwoven over and under successive braid yarns 12. 
55 [0038] Fig. 3 shows a greatly enlarged representation 
of an eiastomeric fiber 14 wrapped with discrete fiber 
segments 1 8. 

[0039] Fig. 4 shows a greatly enlarged representation 
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of an elastomeric fiber 14 wrapped with continuous fib- 
ers 20. 

[0040] Fig. 5a shows a preferred structure 50 in ac- 
cordance with the invention where both a metal fiber 51 , 
Inconel, and a polyester mono-filannent fiber 53 are 
used, whereas In Fig. 5b, a polyester multi-filament fiber 
55 is also used. 

[0041] The primary constituent of the devices de- 
scribed herein is the heat-settable non-elastomeric fiber 
(mono-filament or multl-f I lament) which provides the 
shape, coverage and radial stiffness to the stent of this 
invention. The preferred fibers are polyester or polyeth- 
ylene terephthalate as monofilaments. The incorpora- 
tion of non-elastomeric metal fibers Is primarily for the 
purpose of radio opacity and in certain cases does pro- 
vide the additional feature of helping in the stent anchor- 
age. The preferred non-elastomeric fibers in Type 2 
structures are metallic fibers. Non-metallic, non heat- 
settable polymeric fibers may also be used In Type 2 
structures in conjunction with heat-settable fibers as de- 
scribed above in orderto tailorthe physical and mechan- 
ical properties of the stents. In such cases, these fibers 
can be any of the single or multi-filament elastomeric or 
non-elastomeric fibers described above. Fig. 5 shows a 
stent with a combination of heat-settable and non heat- 
settable fibers. The preferred metal in this example is 
inconel, though other radio opaque metal fibers like ni- 
tanol and stainless steel can also be used. There is no 
limitation absolutely to the choice of materials as long 
as it conforms to the specific requirements of the stent. 
Further, the devices can be made to have very high sur- 
face coverage or with an open porous structure. 
[0042] Elastomeric fibers/yarns may be used in the 
axial direction of the braid to provide the required longi- 
tudinal flexibility and elasticity and the use of stiff and/ 
or elastic fibers/yarns in the helical direction for the re- 
quired stiffness. The present invention has successfully 
produced stents using such a combination of fibers/ 
yarns. Specifically, two-dimensional circular braiding 
has been used with Spandex yarns in the axial direction 
and stainless steel filament in the braid direction. How- 
ever the process can be achieved by many textile proc- 
esses, including but not limited to braiding, weaving, 
knitting and/or combinations of the same, while the axial 
fibers/yarns can be any elastomeric fibers/yarns such 
as urethanes, silicones and variations of the same, and 
the braiding fibers can be any polymeric or metallic fiber 
with the desired size and stiffness such as nitinol, stain- 
less steel, polyester, polytetraflouroethylene, high mo- 
lecular weight gelspun polyethylene and variations of 
the same. The braiding fibers can also include the elas- 
tomeric fibers described above for additional elasticity 
in the hoop direction, if required by the specific applica- 
tion. The fiber/yam combinations mentioned above may 
be used with or without wrapping. The design of this in- 
vention also permits the use of fibers and yarns that are 
readily imageable during deployment simply replacing 
one of the axial or braided fibers with an imageable fiber 



(available in the literature) or simply coating one of the 
fibers to make it imageable. Another variable in the nov- 
el design described herein is the porosity and fiber cov- 
erage through all of the stent. This is highly tailorable 
5 for a given application through the amount and type of 
fibers used as well as the particular textile processing 
technique used. 

[0043] Stents with high coverage can be made with 9 
mono-filament fibers, 9 multi-filament fibers of the same 

10 material and 6 metal fibers, each mounted on separate 
carriers and then braided Into a stent. The stent can be 
braided at a low angle to have a high surface coverage 
or can be brained at a high angle, then reduced in length 
on the mandrel and heat-set. Wrapping significantly en- 

is hances surface coverage. 

[0044] Stents with very high coverage can be made 
with 18 mono-filament and 18 multi-filament fibers, one 
of each type wound on the same spindle and braided 
along with six metal fibers. 

20 [0045] Stents requiring low thickness can be made 
with 1 2 mono-filament fibers, 6 multi-filament fibers and 
6 metal fibers as above. 

[0046] Another example Is 1 2 mono-filament fibers, 6 
of them co-wound with 6 multi-filament fibers only and 
25 6 metal fibers. 

[0047] For insertion into very low diameter catheters, 
a stent with minimal thickness when shrunk to its lowest 
diameter is desired. 

[0048] Stents made with only 1 8 mono-filament fibers 

30 and 6 metal fibers each type on separate spindles or 
one metal and one mono-filament co-braided onto the 
same spindle are also contemplated. Stents can have 
their ends coated or fused together by heat, as in Fig. 
6. Heat setting of the stent enables the stent structure 

35 to remain intact without fraying. 

[0049] Figs. 7a-d represent the preferred embodi- 
ment of the present invention, where a braided stent 71 , 
is formed in either type 1 or type 2 form, as described 
above, so that the stent has a predetermined length. All 

40 that is required is that the stent 71 have at least some 
fiber which is capable of holding a heat-set when applied 
as described herein. Typical dimensions might be a 
length of 50 mm and a diameter of 3 mm. Preferred ex- 
amples of heat-set capable fibers have been listed 

"^5 above. In Fig. 7b, the stent 73 has been compressed 
axially to a shorter length and subjected to heat treat- 
ment to heat-set stent 73 in this embodiment, so that the 
length, for example only, might be 20 mm and the diam- 
eter 4mm, since the same amount of fiber is present, 

50 This heat-set version of the stent 73 may be coated, as 
described below, or used as is. When stent 73 is used, 
it is extended as shown in Fig. 7c as stent 75, having an 
extended length of, for example, 63 mm, which results 
in a small diameter of 1 mm, for insertion into a body 

55 vessel as intended. When the force of extending the 
stent 75 is released after placement in the body, the 
stent 77 recovers to a useful size, such as, for example, 
one with a length of 24 mm and a diameter of 4mm. 
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[0050] As described earlier, the heat-setting can be 
combined with pressure to provide more memory, as in 
Fig. 8. 

[00511 Stent anchorage can be accomplished in at 
least two ways. One is to braid a stent to the exact di- 
ameter as the artery and then let the metal protmsions 
from its end dig into the artery and anchor the stent, as 
in Fig. 9. A second way is to braid a stent having a slight- 
ly larger diameter than the artery into which it is going 
to be placed. 

[0052] The radial pressure on the stent and frictional 
force will help anchor the stent at its specific site. In this 
particular case, after the stent end is fused the metal 
protrusions from the ends can be trimmed off or can be 
left there for additional anchorage. 
[0053] A variety of stent types conforming to Type 1 
and Type 2 can be made by varying the braiding angle 
to have an increased or reduced coverage. Variety of 
filament diameters ranging from 250 to 60 microns can 
be used for the mono-filament fibers. Stent diameter can 
be adjusted by selecting the appropriate diameter of the 
mandrel onto which the fibers are braided. 
[0054] Figs. 10a-d are schematic drawings showing 
the preferred process of this invention as presently con- 
templated, for stent placement into a catheter and its 
deployment. The stent 101 is squeezed by hand 103 
and manually inserted into the catheter 105 as shown 
in Fig. 10a. Once the stent is lodged completely inside 
the catheter 105 as in Fig. lOb, the catheter is intro- 
duced into the body using standard techniques used 
currently by surgeons in stent deployment and pushed 
to the location where it needs to be deployed or placed. 
At the desired location the stent is pushed out of the 
catheter using another catheter, shown in Figs. 10c and 
10d, typically a balloon catheter 107 in the deflated 
state. 

[0055] The novel design of the present invention in- 
volves the use of a variety of small diameter fibers to 
provide the required tubular structure with good radial 
stiffness and extensibility, optionally braided with metal 
fibers to render it radio opaque. The incorporation of 
multi-filament fibers is subject to the needs of the stent 
application and requirements. 

[0056] Another variation of the present invention is to 
use the stent as described herein as a distal protection 
system. The stent and the distal protection component 
may be present in one system or comprised of two com- 
ponents. The stent and the distal protection device can 
be deployed separately at the discretion of the physician 
orsurgeon. Fig. 11a illustrates one form 111 ofthis distal 
protection device embodiment, where it is shaped like 
a net or umbrella shape, such that the leading end 1 1 3 
of the device 111 is placed in front of the stent before 
the device is inserted into the body. The function of the 
distal protection element is to catch any embolic debris, 
such as clots, dislodged plaques and the like, which 
might be generated at the working area during stent de- 
ployment or any endovascular procedure. The debris 
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then can be removed from the vascular system by using 
the distal protection device 1 1 1 , by closing the distal end 
113 as shown in Fig. 11b. The essence of the distal pro- 
tection element is to prevent debris from being flushed 
into the coronary, limb, or brain arteries, thus inducing 
an ischemia to the end organ or/and a stroke, 
[0057] While placed in the artery, the distal protection 
element has to maintain blood flow, as in Fig. 1 1 a, to the 
distal organ such as the brain, heart, extremity or any 
supplied organ, while also being properly placed within 
the artery. By appropriate manipulation, the distal pro- 
tection element is closed, as in Fig. 11b, to entrap any 
debris for removal. It is contemplated that the distal pro- 
tection element will be fixedly attached to the stent por- 
tion when the stent itself is to be removed, as in some 
procedures. When the stent is to remain in the blood 
vessel or the like, the distal protection element can ei- 
ther be completely detached or detached in-situ and re- 
moved with the debris while leaving the stent in place. 
As shown in Figs. 11a and lib, the distal protection el- 
ement is woven as described for the stent design with 
heat-settable polymer filaments and/or hybrid composi- 
tions of such polymers with metal filaments in the braid 
direction and axial filaments, which are preferably metal 
but also can be non-elastomeric polymeric filaments. It 
is also* contemplated that this element may be heated 
to set it in a useful size, reduced in diameter by exten- 
sion for insertion, and released to the original size as 
desired. 

[0058] More particularly, the filaments 11 5 in the braid 
direction of distal protection element 111 in Fig. 11a are, 
at least in part, heat-settable, though hybrid forms in- 
cluding metal filaments may also be used in the braid 
direction. The axial filaments 1 1 7 are metal or polymeric, 
as desired. A guide wire 119 is used, and the axial fila- 
ments 1 1 7 are used to fix the stent 1 1 1 to the wire 119, 
but axial fibers are optional here because the braid di- 
rection fibers can also be used for this purpose. Note 
that the shape is more "cigar-shaped" than in other em- 
bodiments, such as Figs7a-d. Distal protection element 
111 is f ixed on guide wire 119 and any protmding axial 
filaments 117a, at point B in Fig. 11b, are attached to 
the guide wire 119, firmly, by any conventional joining 
methods (i.e., cutting a notch and tying the filaments at 
the notch, using a ring-like structure to which all fila- 
ments are tied, welded or glued, or by direct welding, 
soldering or gluing. Point A is selected such that the 
stent body is close to the fully deployed configuration, 
or unstretched free condition. 

[0059] The entire assembly is then introduced into a 
catheter delivery system, using procedures previously 
described. In the shape shown in Fig. 1 1 c, the distal pro- 
tection system 111 is in a crimped condition with a min- 
imal profile. The distal protection is then deployed by 
pushing it out as previously described by a balloon cath- 
eter (not shown in this Figure) or otherwise. 
[0060] Wire 1 1 9 serves as a guide wire for most stent 
systems and for angioplasty balloon catheters and other 
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simple catheters that may be placed In front of the distal 
protection device 111. When deployed, device 1 1 1 takes 
the configuration shown in Fig. lib, and pushing a cath- 
eter system forward will retrieve it. This will have the ef- 
fect of closing the front end because the filaments are 
attached at point A, and then the device 111 is pulled in 
and retrieved. Alternatively it is possible to design the 
stent such that it closes the front end of device 1 1 1 after 
ihe debris is captured in it by twisting guide wire 119 to 
apply a torque. Once the closed end is completed, it can 
then be withdrawn by pulling guide wire 1 1 9. Of course, 
to be completely effective, device 111 should be braided 
to have a pore size that is smaller (less than about 10 
microns) than the embolic debris expected to be en- 
trapped. 

[0061] The device shown in Figs. 1 1 a-c may be used 
as a separate unit ahead of the stent on the delivery 
system, or as a single piece as shown in Fig. 12. Here 
the stent 121 and distal protection device 123 are con- 
tained in catheter 125 and may. optionally be spaced by 
spacer 127 and/or connected by connector 129, both of 
which can be broken in-situ. 

[0062] As another embodiment, a thin coating can be 
applied to the stent of this invention to alter its surface 
properties. Such coatings can be applied on either or 
both of the stent surfaces depending on the desired ef- 
fect. The nature of the coating material can vary depend- 
ing on the properties desired. If the coating material is 
such that it swells when exposed to body fluids, the net 
result is a reduction of the stent porosity. This may be 
desirable when the stent is used for the treatment of an- 
eurysms to minimize seepage of blood to the aneurysm 
itself. Coating materials useful for such purpose can be 
natural or synthetic and can be chosen to provide the 
desired extent of swelling when exposed to body fluids. 
Examples are cellulosic materials, collagen: polyvinyl 
alcohol and its copolymers, polyvinyl alcohol/polyvinyl 
pyrolidone combinations, polyacryiic acid and its modi- 
fications, poly(isobutylene- maleic anhydride) copoly- 
mers and their modifications, and other such materials 
as desired. The device of this invention may be used as 
a delivery system or platform for drugs, hormones, 
genes, growth factors and the like. 
[0063] It will be appreciated by those skilled in the art 
that changes could be made to the embodiments de- 
scribed above without departing from the broad inven- 
tive concept thereof. While partteular embodiments of 
the present invention have been illustrated and de- 
scribed, it is not intended to limit the invention to any 
specific embodiment. The description of the invention is 
not intended to limit the invention, except as defined by 
the following claims. 



Claims 

1 . A stent device for insertion into a body as a stent or 
graft to a predetennined position in a body location, 



comprising: 

a braided stent having heat-settable polymer 
filaments, said stent being compressed or con- 
5 figured to a desired shape and heat-set in said 

shape. 

2. The device of claim 1 , wherein: 

10 the heat-settable polymer filaments are select- 

ed from poly(ethlyene terephthalate), polyeth- 
ylene or a biodegradable polymer selected 
from polylactic acid or poly(lactic-glycolic) acid; 
said device further including non heat-settable 
15 filaments; and 

wherein said stent is axially extended and in- 
• serted into a delivery system device for intro- 
duction into a predetermined body location, 
whereby said stent returns to substantially its 
20 heat-set predetermined size and shape upon 

release from said delivery system device. 

3. A debris protection device for use with a stent de- 
vice for insertion into a body as a stent or graft to a 

25 predetermined position in a body location, compris- 
ing: 

a braided component made from heat-settable 
polymer filaments and including a distal end 
30 and a proximal end, said proximal end including 

attachment means for attachment of said com- 
ponent to a stent device; 
said distal end of said component including clo- 
sure means for substantially closing said distal 
35 end and mounted on said distal end to entrap 

body debris at said body location; and 
said closure means comprising an insertion 
guide wire fixedly mounted to said distal end for 
sequentially inserting, guiding, closing and re- 
40 moving said component from said body loca- 

tion. 

4. The device of claims 1 , 2 or 3, wherein said stent 
includes a natural, synthetic or metallic coating on 

45 at least one surface of said stent. 

5. The device of claim 4, wherein said coating com- 
prises a coating material adapted to swell upon ex- 
posure to body fluids to reduce the porosity of said 

50 stent. 

6. The device of claim 4, wherein said coating material 
is selected from the group of cellulosic materials, 
collagen, polyvinyl alcohol and its copolymers, pol- 

55 yvinyl alcohol/polyvinyl pyrolidone combinations, 

polyacryiic acid and its modifications, poly(isobuty- 
lenemaleic anhydride) copolymers and their modi- 
fications. 
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The device of claims 1 or 4, wherein heat-settable 
polymer or said coating contains a therapeutic drug, 
hormone, growth factor or gene. 

A method of forming a stent device for insertion into 5 
a body as a stent or graft to a predetermined posi- 
tion in a body location, comprising the steps of: 

braiding a stent having heat-settable polymer 
filaments; 

compressing said braided stent axially to a 
shorter length; and 

heat-setting said stent in a predetermined 
shortened size. 



1 4. The method of claims 8 or 11 , wherein heat-settable 
polymer or said coating contains a therapeutic drug, 
hormone, growth factor or gene. 



15 

The method of claim 8, which further includes the 
steps of: 

adding non heat-settable filaments in the braid- 
ing process; and 

selecting the heat-settable polymer filaments 
from poly{ethlyene terephthalate), polyethyl- 
ene or a biodegradable polymer selected from 
polyiactic acid or poly(lactic-glycolic) acid; and 
axially extending said stent and inserting said 25 
extended stent into a delivery system device for 
introduction into a predetermined body loca- 
tion, whereby said stent returns to substantially 
its heat-set predetermined size and shape up- 
on release from said delivery system device. 3t 



10. The method of claim 8, which further includes the 
step of providing a debris protection component in- 
cluding a distal end and a proximal end. said com- 
ponent being attached to the distal end of said stent 
device, wherein said debris protection component 
is provided with an insertion guide wire and said dis- 
tal end is fixedly mounted to said guide wire for clo- 
sure of said distal end upon removal of said debris 
protection component to entrap body debris at said 
body location. 

11. The method of claim 8, which further includes the 
step of providing a natural or synthetic coating on 
at least one surface of said stent. 

12. The method of claim 8, wherein said coaling com- 
prises a coating material adapted to swell upon ex- 
posure to body fluids to reduce the porosity of said 



13. The method of claim 11 , wherein said coating ma- 
terial is selected from the group of cellulosic mate- 
rials, callogen, polyvinyl alcohol and its copolymers, 
polyvinyl alcohol/polyvinyl pyrolidone combina- 
tions, polyacrylic acid and its modifications, poly 
(isobutylenemaleic anhydride) copolymers and 
their modifications. 
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